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SECT* III.

JL HE beryl is a transparent stone, of a green colour, History,
and a considerable degree of hardness, which is found
crystallized in the mountains of Siberia, and in many
other "parts. Vauquelin analysed this mineral in 1*798,
at the request of Hauy, to determine whether it was
formed of the same ingredients with the emerald, as
Hauy had conjectured from mineralogical consider-
ations. The result of the analysis was a confirmation
of the suspicions of Hauy, and the discovery of a new
earth, to which Vauquelin and his associates gave the
name of glucina** The experiments of Vauquelin have
been repeated by Klaproth f and other eminent che-
mists*

1. To obtain glucina pure, the beryl or the emerald, Prepara-
reduced to powder, is to be fused with thrice its weight
of potash. The mass is to be diluted with water, dis-
solved in muriatic acid, and the solution evaporated ta
dryness. The residuum is to be mixed with a great
quantity of water, and the whole thrown on a filter.
The silica, which constitutes more than half the weight
of the stone, remains behind ; but the glucina and the
other earths, being combined with muriatic acid, remain
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